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it is joined to the upper part, overlaps the opening in the
furnace 4 cm.., and forms a support for the flask, and keeps
the flame from going up its sides. The flask should not
be too deep, or it will be difficult to clean. Twenty-five to
30 litres (5 to 8 gals.) is a convenient size. There should be

FIG.  ii&.~-Zernseh's Varnish-kettle.
two of these flasks.   One advantage in this furnace is that
the current of air from the draught-hole and the grate is
so arranged as to bring the air into the ash-pit, and the
carbonic acid is not mixed with it but passes off.
A steam cooking and melting apparatus, in which copal